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bad enough to have to throw away solution carrying cyanide even when its gold content is nil or a "trace/' but in many instances that so-called "waste" solution may be the vehicle of serious gold-losses in addition to the loss of the contained cyanide. The only correct method of adding water for maintaining the bulk of stock solution is to use1 it as a final wash for the tailing before discharging, and when milling in cyanide the only water of '.necessity introduced into the plant otherwise than this is that in the form of the* natural moisture in the. ore, consequently it is possible to apply practically the whole* of the daily quota of water as a, means of removing the bulk of the cyanitle and the last traces of dissolved gold and silver from the tailing. reaches the treatment tanks, though silver does not respond to the same extent, the amount dissolved from a silver ore during milling being usually from 5% to 25%.
